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ABSTRACT 


Utilization of wheat straw ash (WSA), which is one of the most abundant, renewable and green supplementary cementitious 
materials to minimize the environmental pollution and also the CO2 emission. In the current research work, the influence of WSA on 
the physical, chemical and mechanical properties of hydrated cement pastes incorporated different ratios of WSA up to 90 days was 
investigated. Results showed that the fineness of the different cement composites increased with the incorporation of WSA. The 
water of consistency as well as setting times (Initial and final) decreased with WSA content. The bound water content, bulk density 
and compressive strength were improved and enhanced with the increase of WSA content only up to 16 wt. % WSA, and then 
decreased, but the Ca(OH)2 content and bulk density were reduced. The obtained results of the newly formed hydration products 
were confirmed by measuring the heat of hydration and DTA curves. The heat f hydration increased with WSA content indicating the 
increase of hydration rate. It is concluded that the cement could be partially replaced by WSA without any adverse response on the 
properties of cement pastes. The free lime content was gradually reduced with the increase of WSA ratio as shown by the Diffrential 
Thermal Analysis (DTA). So, the WSA acts as a pozzolanic and also a filling material. The SEM images showed that the existence of 
WSA with the cement phases reflected positively on the microstructure of the cement phases. 
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1. INTRODUCTION 


1.1. Scope of the problem 

Nanotechnology is to make materials less than 100 nm, i.e. nanomaterials to convert it into nanoparticles with essentially new and 
very fine features and functions [1-4]. The very important request and need of nanotechnology is one of the most interesting 
processes because it could be used in all applied science branches as: physics, chemistry, materials sciences, biology, agriculture, 
medicine, tissue engineering, bones scaffolds, dentistery, cement technology, ceramics, nanoceramics, bioceramics and in a general 
biomaterials because the nanoparticles are highly effective additives for the modification of cement products, even at small ratios. 
The author interests with using nanomaterials or accurately nanoparticles to prepare cement batches containing ultra fine and nano 
raw materials as nano-SiOz and nano-Al2O03 to indicate the importance of nano particles, to improve the physical, chemical and 
mechanical properties, and also the durability of the resulting hydrating products against aggressive environments. Recently, 
nanomaterials are the basis and backbone of nanotechnology [3,4]. 

In many agricultural countries like Egypt, Sudan, Tunisia, China and India, emissions of gaseous and particulate pollutants from 
open burning of agricultural residues are one of the most important sources of air pollution [5]. The biomass power plant, among 
other alternatives, is widely used for the disposal of biomass wastes, in order to solve the environmental problems [6]. Accordingly, 
the wheat straw (WS) is often containing much more active silica and alumina which helps and possesses a good pozzolanic activity 
with the evolved Ca (OH)2 that produced from the hydration of calcium silicate phases of the cement (C3S and B-C2S), and so it can 
be potentially reused as a supplementary cementitious material to partially replace cement, gradually [7-11]. Previous works [12-17] 
had reported that the addition of traditional supplementary cementitious materials could improve the physical, chemical and 
mechanical properties, and also durability. 


1.2. Objectives of the work 

The main objectives of this work are the evaluation and following the characteristics of Ordinary Portland cement incorporating 
wheat straw ash hydrated up to 90 days. The heat of hydration, setting, free lime, density, porosity and strength were studied at all 
hydration times. The obtained results were confirmed with Differential thermal analysis (DTA) and scanning electron microscopy 
(SEM). 


2. EXPERIMENTAL 


2.1. Materials 

The used materials in this investigation are Ordinary Portland cement (OPC) with fineness 3400 cm?/g, and waste of wheat straw 
(WS) as a source of nanosilica with fineness 6010 cm/g. The fineness was carried out using “Air Permeability Apparatus". The OPC 
sample was taken from Sakkara cement factory, Giza, Egypt. The commercial name of used OPC cement is known as “Asmant El- 
Momtaz”, while WS sample was provided from a local plant, Giza, Egypt. The WS sample was first processed and washed with 
running water, and also with distilled water, and then let to dry under sun and open air for few days. The dried SFS was subjected for 
firing at 700 °C inside a suitable muffle furnace for two hours soaking time to produce what is known as wheat stalk ash (WSA). 
Then, the resulting WSA was screened to pass through 300 ym standard sieve. The chemical composition of the OPC and WSA 
measured by X-ray florescence technique (XRF) is shown in Table 1. The mineralogical phase composition of the used OPC as 
calculated from Bogue equations [16,17] is given in Table 2, while the mix composition is illustrated in Table 3. The WSA particles are 
amorphous and crystalline and it is mainly composed of a large percentage of nano-SiO2 and a lower percentage of nano-Al203. 


Table 1-Oxide analysis of the used materials by the XRF technique, mass % 


Oxide 

. SiOz Al203 Fe203 CaO MgO MnO SO3 Na2O P205 K20 LOI 
Material 
OPC 20.12 | 4.25 1.29 63.13 | 1.53 0.36 2.54 | 0.55 0.19 | 0.30 | 2.64 
WSA 68.83 | 2.67 0.46 9.02 3.55 0.03 ---- | 12.37 | ---- 1.11 | ---- 
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Table 2- Mineral composition of the used Type I|-OPC cement wt. % 


a C35 B-CS | C:A | CAF 
Material : : 
OPC 43.01 30.00 5.65 9.58 


Table 3- The batch composition of cement mixtures, mass % 


. Blaine a 

Batch Densit, . Specific 
. wo wi w2 w3 w4 W5 Finene, . 
Material g/cm? 5 gravity 
cm‘/g 

OPC 100 96 92 88 84 80 2.2215 3400 3.14 
WSA ---- =| 4 8 12 16 20 2.6546 6810 3.31 
Fineness, cm2/g 3400 | 3464 | 3561 | 3707 | 3873 | 4081 


2.2. Preparation of cement batches 

Six cement batches were prepared from OPC and WSA as 100:0, 96:4, 92:8, 88:12, 84:16 and 80:20, which were given the symbols: 
WO, W1, W2, W3, W4 and WS5, respectively. The blending process was mechanically made in a porcelain ball mill containing three 
balls for one hour to assure the complete homogeneity of all cement batches. Before casting of cement cubes, all moulds were oiled 
with a thin film of oil to easify the release of the cubes from the moulds during the de-moulding process. To improve the dispersion 
of the different cement batches, a certain percentage of Na-lignosulphonate admixture must be added to all cement mixtures with 
the mixing water during casting of cement pastes to avoid the agglomeration of the nanoparticles of cement powder and WSA 
[15,18,19]. Sodium lignosulfonate admixture (SLA) was applied due to its higher activity than other conventional ones (Fig. 1). 


_— C= 
HC -SO3Na 
NaO3S CH; 
Oo 
OH 


Fig. 1-The chemical formula of sodium lignosulphonate 


A mechanical mixing was used for all cement mixtures using a suitable laboratory mechanical mixer in order to obtain 
homogenous mixtures. Firstly, the standard water of consistency [20] as well as setting time [21] of the various cement pastes were 
directly determined using Vicat Apparatus (Fig. 2). 


Fig. 2- Determination of water consistency and setting times by Vicat Apparatus 
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2.3. Methods 
The water of consistency could be determined from the following relation: 


WC,%=A/Cx100- ----- (1) 


Where, A is the amount of water taken to produce a suitable paste, C is the amount of cement mix (300 g). The initial setting time 
was measured by calculating the time taken from the moment at which the needle could penetrate to the paste up to 5 ml from the 
bottom, while the final setting time was calculated by measuring the time taken from the moment at which the water added to the 
cement till the final set when the impression of the needle disappeared on the surface of the pastes. During the dry mixing process, 
the right w/c-ratio was poured into the cement portion inside the mixer and then run the mixer for about 10 minutes at an average 
speed of 10 rpm in order to have a perfect homogenous mixture. During casting of the cement cube moulds, each already prepared 
oil mould was filled with the premixed cement composite and rammed 10 minutes to eliminate all air bubbles tapped within the 
mixture. The moulds were filled to the top surface and smoothed with a flat stainless steel trowel or spatula to obtain a flat smooth 
surface. The moulds were then casted with the prepared cement pastes using the predetermined water/cement ratio into one inch 
cubic stainless steel moulds (2.5 x 2.5 x 2.5 cm?) using about 500 g cement mix, vibrated manually for three minutes and then on a 
mechanical vibrator for another three minutes. The surface of the moulds was smoothed using a suitable trowel or spatula. After 
casting all cement cubes, they were covered with a black wet sheet for the first 24 hours to prevent moisture loss. Thereafter, the 
moulds were kept in a humidity chamber for 24 hours under 100% relative humidity and room temperature 23 + 1 °C. In the 
following day, it demoulded and soon cured under water till the time of testing at 1, 3, 7, 28 and 90 days. 

At each hydrating interval, the bulk density (BD) and apparent porosity (AP) of the hardened cement pastes [13,15,16,20-22] 
were calculated from the following equations: 


B. D, (g/cm3) = W1/(W1-W2) x1 ----- (2) 
A. P, % = (W1 — W3)/(W1-W2) x 100 ----- (3) 


Where, W1, W2 and W3 are the saturated, suspended and dry weights, respectively. 


Then, the compressive strength (CS) of the various hardened cement pastes [23-25] was measured using a suitable Piston as 
follows: 


CS = L (KN)/Sa (cm2) KN/m? x 102 (Kg/cm?)/10.2 (MPa) ------- (4) 


Where L is the load taken, Sa is the surface area. Thereafter, about 10 grams of the broken specimens from the determination of 
compressive strength were first well ground, dried at 105 °C for 30 min. and then were placed in a solution mixture of 1:1 methanol: 
acetone to stop the hydration [23-25]. The chemically combined water content was also determined at each hydration period by 
heating up to 1000 °C for 30 minutes soaking time. About one gram of the sample was placed inside a crucible and first dried at 
105°C for 24 hours, and then the crucibles were placed into a furnace [26-29]. The chemically-combined water content (CWn) at 
each hydration age was determined as follows: 


CWn, % = W1-W2/W2 x 100 (5) 
Where, CWn, W1 and W2 are combined water content, weight of sample before and after ignition, respectively. 

The free CaO content (FLn) of the hydrated samples pre-dried at 105 °C for 24h was also determined. About 0.5 g sample + 40 
ml ethylene glycol — heating to about 20 minutes without boiling. About 1-2 drops of ph.ph indicator were added to the filtrate and 
then titrated against freshly prepared 0.1N HCI until the pink colour disappeared. The 0.1 N HCl was prepared using the following 


equation: 


V1 =N x V2 x W(7) x 100/D x P x 1000 (6) 
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Where, V1 is the volume of HCI concentration, V2 is the volume required, N is the normality required, W is the equivalent weight, D 


is the density of HCI concentration and P is the purity (%). The heating and titration were repeated several times until the pink colour 
did not appear on heating. The free lime content [14,18,27,30] was calculated from the following relation: 


FLn, % = (V x 0.0033/1) x 100 (7) 


Where, FLn is the free lime content and V is the volume of 0.1 N HCI taken on titration, respectively. 


The obtained results were confirmed with the deferential thermal analysis (DTA) and scanning electron microscopy (SEM) of 
some selected samples. The DTA thermographs were carried out using NETZSCH Geratebae GmbH Selb, Bestell No. 348472c at a 
heating rate 10 °C/min. up to 1000 °C. The SEM microscopy was carried out by JEOL-JXA-840 electron analyzer at accelerating 
voltage of 30 KV. The fractured surfaces were fixed on Cu-ka stubs by carbon paste and then coated with a thin layer of gold. 


3. RESULTS AND DISCUSSION 


3.1. Chemical composition of glass powder and cement 

The chemical composition of WSA in comparison with some pozzolanic materials is shown in Table 4. According to ASTM C618, 
2015a [31], the sum of SiIO2+Al203 + Fe203 requirement for a standard pozzolana is 70% which is more or less that of WSA sample. 
The standard also sets maximum limit of SO3 and Loss on Ignition (LOI) as 4% and 10%, respectively. As shown in Table 4, the SO3 
content of WSA sample was found well below the acceptable limit, whereas LOI was negligible. Therefore, the WSA powder is 
expected to be as a pozzolanic material in the cementitious system. 


Table 4- Chemical composition of WSA in comparison with GbfS, SF, PFa, SCBA, SDA and SFSA 


Materials Oxides GbfS_ | SF PFa SCBA | SDA | SFSA | WSA 
SiOz 36 90.9 59.2 | 70.83 | 66.17 | 63.83 | 69.36 
Al203 12 1.1 25.6 | 9.21 4.35 6.68 5.97 
Fe2O3 1 1.5 2.9 1.95 2.36 2.79 2.15 
CaO 38 0.7 1.1 8.16 10.06 | 5.46 7.28 
MgO ---- 0.8 0.3 1.32 441 6.23 1.44 
NazO 0.3 ---- 0.2 0.12 0.08 0.24 0.31 
610 sn 0.9 1.65 0.12 1.17 1.11 
SO3 8.11 0.4 0.3 1.47 0.30 1.11 1.27 
P205 2.16 ---- 0.14 | ---- 0.46 ---- ---- 
MnO 1.31 ---- 1.05 | ---- 2.19 ---- ---- 
LO| 1.0 3.0 14 6.91 0.84 3.35 2.37 


3.2. Physical properties 

The relationship between the surface area or fineness of the OPC (WO) and the various cement batches incorporated WSA (W1-W5) 
is represented in Figure 3. It is clear that as the WSA content increased in the cement mix, the surface area or fineness of the whole 
mix increased too as shown in Table 3 and Figure 3. This is mainly due to the presence of nanograin size particles of WSA [13-15, 
18]. 


3.3. Water of consistency and setting times 

The water of consistency as well as setting times (initial and final) of the OPC (WO) and the various cement pastes containing wheat 
straw ash (W1-W5) were presented as a function of cement mixes in Fig. 4. The water of consistency decreased with the increase of 
WSA content. This is mainly attributed to the continuous decrease of the main cementing material of the cement which is 
responsible for the hydration process in the presence of water [18, 32-34]. The same trend was displayed with setting times, i.e. the 
setting times decreased with WSA content. This is principally due to the same reason mentioned before [13,18]. The WSA only 
reacted with the evolved Ca (OH)2 from the hydration of calcium silicate phases of the cement (C3S and B-C2S) to produce additional 
CSH. This will decrease the free lime content and increase the mechanical properties as we will discuss later. 
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Fig. 3- Relationship between the fineness of the different cement batches containing WSA 
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Figure 4- Water of consistency and setting times of the various cement pastes (WO-W5) 
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3.4. Heat of hydration 
The heat of hydration of the various cement pastes containing WSA (WO0-WS5) is graphically plotted versus the hydration times for 1, 


3, 7, 28 and 90 days in Fig. 5. Results illustrated that as soon as the various cement powder become in contact with water, the heat 
of hydration of the various cement pastes was started soon and then increased as the hydration time proceeded up to 90 days. This 
was the same trend for all cement pastes at all hydration ages. This is mainly due to the increase of the hydration rate of cement 
pastes. This was accompanied by the release of heat [17,22,35]. Furthermore, the rate of the resulted heat of hydration sharply 
enhanced at early ages up to 7 days. This is essentially attributed to the activation effect of the hydration reaction mechanism of C3S 
by the very fine active nanosilica particles of WSA. At later stages (28-90 days), the rate of hydration reaction as well as the evolved 
heat of hydration slightly increased. This may be due to the activation action mechanism of B-C2S by the fine WSA nanoparticles [13- 
15,18]. The heat of hydration enhanced as the WSA content increased only up to 16 wt % WSA (W1-W4). With any further increase 
of WSA (W5), lower values of heat of hydration were recorded than those of the blank (GO). This was essentially due to the dilution 
effect of the main binding material (OPC), and the retardation effect of the higher quantity of WSA at the expense of the OPC 
portion. 
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Figure 5- Heat of hydration of the various cement pastes (WO-W5) hydrated up to 90 days. 


3.5. Chemically-bound water contents 

The chemically-bound water contents of the various cement pastes containing WSA (WO-W5) are graphically drawn as a function of 
hydration times in Fig. 6. Generally, the bound water contents of all cement pastes enhanced as the hydration time progressed up to 
90 days. This is mainly due to the hydration of the main cement phases, especially C3S, C3A and CsAF at early ages of hydration up to 
7 days, whereas B-C2S often hydrates at later ages from 28 days onward [13,17,22]. The bound water contents slightly increased as 
the WSA content increased only up to 16 wt %, and then suddenly decreased sharply with further increase of WSA almost at all 
hydration ages, i.e. the cement blends W1, W2,W3 and W4 containing 4, 8, 12 and 16 wt % WSA, are respectively slightly higher 
when compared with those of the blank (WO). This is primarily due to the activation effect of the active nanosilica of the WSA [36- 
39]. Furthermore, the pozzolanic reactions of WSA through which the constituents of WSA could be reacted with the resulting Ca 
(OH)2 from the hydration of C3S at early stages of hydration and B-C2S at later stages to produce additional CSH and/or CAH. 
Whereas, the bound water contents of W5 containing 20 wt. % WSA are becoming lower than those of the control mix (WO). This 
may be due to that the higher amounts of WSA hindered and be an obstacle for the hydration of cement phases, and the large 
deficiency of the main hydrating material is the main reason for the decrease of bound water contents [16,37,38,40]. Hence, it can be 


pases fi 5 


ARTICLE 


concluded that the optimum WSA content could not be more than 16 wt %, i.e. the higher quantity of WSA is undesirable due to its 
adverse effect. Therefore, the higher amounts of WSA must be avoided because it may be hindered the hydration of cement phases. 
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Figure 6- Chemically-bound water contents of the various cement pastes (W0-W5) hydrated up to 90 days. 


3.6. Free lime content 

Figure 7 indicates the free lime contents of the various cement mixes (WO-W5) hydrated up to 90 days versus hydration time. 
Generally, the free lime contents of the control cement pastes (WO) were gradually increased with the hydration ages up to 90 days 
indicating an enhancement in the rate of hydration [16,17]. This is mainly due to the hydration process of calcium silicate phases 
(C3S and B-C2S) of the cement as follows: 


3038 + 6H20 > C3S2H3 + 3 Ca(OH)a (8) 
2 B-C2S + 4H20 — C3S2H3 + Ca(OH) (9) 


But, with the addition of WSA, the free lime contents of the various cement pastes (W1-W5) increased only up to 3 days, and 
then started to decrease. The same trend was displayed by all cement composites. The free lime contents of the various cement 
pastes (W1-W4) were continually decreased from 3 days up to 90 days, and therefore are being lower than those of the blank (WO) 
at all hydration ages [37,38]. The increase is due to the normal hydration process of the cement phases, while the decrease is due to 
the activation action of the active nanosilica of the WSA and its pozzolanic reactions with the resulting Ca (OH)2 from the hydration 
of C3S at early ages and B-C2S at later ages of hydration in presence of water [36-39]. The cement pastes of W5 exhibited the lower 
values of free lime contents, while those of the blank (WO) recorded the highest. 

The higher amount of WSA at the expense of the essential binding material hinders and decreases the rate of hydration of 
cement phases and moreover this reduces the quality of the cement. The obtained results proved that the WSA acts as a pozzolanic 
material, but the higher amounts of WSA must be avoided due to its adverse effect on the physical and chemical properties of the 
cement [35, 41-45]. 
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Fig. 7- Free lime contents of the various cement pastes (WO0-W5) hydrated up to 90 days. 


3.7. Bulk density and apparent porosity 

Figures 8 and 9 demonstrate the graphs of the bulk density and apparent porosity of the various cement pastes (WO-W5) versus the 
hydration times. Generally, the bulk density of the various cement mixes increased as the hydration time progressed up to 90 days, 
while the apparent porosity decreased]16,17]. This is mainly contributed to that as the dry cement powder becomes in contact with 
water the hydration process started to produce CSH and/or CAH, which soon deposited in the pore structure of samples leading to a 
decrease in the porosity and an increase in the bulk density. As the hydration time proceeds up to 90 days, the formed hydration 
products increased. This in turn increased the bulk density, while the apparent porosity decreased [37]. The bulk density of the 
cement mixes (W1-W4) gradually increased only up to 16 wt % (W4), whereas the apparent porosity decreased, i.e. the bulk density 
of cement blends W1-W4 are slightly higher than those of the of the blank (WO). 

This is attributed to the formation of additional calcium silicate hydrates (CSH) and/or calcium aluminate hydrates (CAH) due to 
the pozzolanic reactions of wheat stalk ash (WSA) with the constituents of cement through which the constituents of WSA could be 
reacted with the Ca (OH)z resulting from the hydration of C3S at early stages of hydration and B-C2S at later stages to produce 
additional CSH and/or CAH, and this is beside the normal hydration process of cement phases [46]. With further increase of WSA (> 
16 wt %), i.e. W5, the BD started to decreased while the apparent porosity increased at all hydration times due to that the higher 
quantity of WSA may obstruct and hinder the hydration process, i.e. it affects negatively and decrease the rate of hydration, but it 
slightly benefits as a filler [28,46,47] . Hence, the incorporation of large amounts of WSA at the expense of the main binding material 
(WO) is undesirable due to that it was insufficient for inducing the reactions of cement with the active nanosilica of WSA. So, it could 
be concluded that the WSA is so beneficial to cement that it helps with the hydration process as a pozzolanic material and also as a 
filling material. 
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Figure 9- Apparent porosity of the various cement pastes (WO-W%) hydrated up to 90 days. 
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3.8. Compressive strength 


It is well known that the w/c ratio of cement pastes and/or concrete affects the workability to a large extent, which in turn affects the 
strength of cement pastes, mortars and/or concrete [16,17,46]. Figure 10 represents the graph of the compressive strength (CS) of 
the various cement pastes (W0-W5) versus the hydration time up to 90 days. The compressive strength gradually improved and 
enhanced as the hydration period proceeded up to 90 days. This is mainly attributed to the formation of hydration products (CSH 
and/or CAH) that deposited into the pore structure of the hardened cement samples. This results in a decrease in the pore structure 
and an increase in the bulk density. This improved and enhanced the compaction of the prepared samples, besides the good 
dispersion by the lignosulfonate admixture and the good compaction during casting which in turn reflected positively on the 
compressive strength, As a result, the compressive strength increased and improved [38,40]. The CS also enhanced as the WSA 
content increased at all hydration times, but only up to 16 wt % WSA (W5). This is essentially due to the activation effect of the 
active nanosilica from WSA, and formation of more CSH that is resulting from the pozzolanic reactions of those nanosilica and 
nanoalumina of WSA with the free lime evolved from the hydration of C3S and B-C2S of cement to produce CSH and/or CAH. 

On the other hand, the decrease of free lime improves the physical, chemical and mechanical properties of the hardened cement 
pastes and therefore the CS improved and enhanced [16,18,35,39,46]. The continuous deposition of hydration products (CSH from 
the normal hydration of cement phases and additional CSH from the pozzolanic reactions of WSA with the released free lime led to 
the segmentation of large capillary pores and nucleation sites [37-39,41,48]. By further increase of WSA > 16 wt % (W5), the CS 
values were suddenly decreased due to the replacing of WSA at the expense of the essential cementitious material of the cement 
and the higher amount of WSA stand as an obstacle against the normal hydration of cement phases. So, the rate of hydration 
shortened, and accordingly, this should be reflected negatively on the CS [16,17,46]. The cement mix (G) achieved the highest values 
of CS, whereas that of W5 exhibited the lowest. Consequently, the cement batch (W4) is the optimum cement batch. Hence, the 
WSA does not only improve the various characteristics of the OPC, but, it also decreases the costs of the very expensive OPC 
production. 
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Figure 10- Compressive strength of the various cement pastes (W0-W5) hydrated up to 90 days. 
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3.9. DTA thermographs 

Figure 11 shows the DTA thermographs of WO, W2 and W4 samples containing 0, 8 and 16 wt % WSA, respectively. The 
endothermic peaks at the temperature range of 94-1110 °C and 170-181 °C are mainly attributed to the dissociation of ettringite 
(C3A. 3CaSOx. 32H20) and C-S-H. The endothermic peak at the temperature range 486-506 °C is essentially due to the breakdown of 
Ca (OH)2 or free lime. The two endothermic peaks at the temperature ranges of 770-780 °C and 785-810 °C are certainly due to the 
decomposition of carbonates of various crystallinities. The endothermic peak at the temperature range of 830-915 °C is basically 


due to the breakdown of sulfates. The DTA analysis proved that the presence of WSA played an vital role in the consumption of a 
large part from the released Ca(OH)2 from the hydration process. 


—— AT,°C 


200 400 600 800 Looo 
Temperature, °C 


Figure 11-DTA curves of the OPC (WO), W2 and W4 cement pastes containing 0, 8 and 16 wt % WSA at 1000 °C. 


3.10. Scanning electron microscopy 

Figure 12 shows the scanning electron microscopy (SEM) of WO, W2 and W4 hydrated up to 28 days. The ettringite phase is 
obviously formed in the blank (WO) as needles-like crystals. Long and sharp crystals of CSH and/or CAH are detected with W2, while 
well-crystalysed big masses of CSH and/or CAH are shown with C4. Also, spots and/or pits of portlandite (free lime) are well 
detected in WO and W2 samples with various levels, but they are completely disappeared in W4 sample. This proved that the 
addition of WSA decreased the free lime content resulting from the pozzolanic reactions of CSA with the formed Ca (OH)2 due to 
the normal hydration of cement. Consequently, the existence of WSA in contact with the different cement phases improved and 
well-developed the microstructure of the cement phases. 


Fig. 12- SEM images of the blanck (WO) and those containing WSA (W2 and W4) hydrated up to 28 days. 


paeD 8 0 


ARTICLE 


4. CONCLUSIONS 


Concerning the findings of the laboratory test results, the following overall conclusions could be obtained:- 


1-As the active nanosilica content of WSA enhanced in the cement blends, the fineness of the whole batches increased too. 

2-The water of consistency of the blank (WO) was 28.65 %, and the initial and final setting times were 147 and 250 minutes, 
respectively. These values tended to gradually decrease with the incorporation of WSA due to the presence of Na-lignosulphonate 
admixture, which it is a superplasticizer that reduces largely the mixing water. 

3- The heat of hydration, chemically combined water content, bulk density and compressive strength were improved and increased 
gradually with the hydration ages up to 90 days. With the increase of WSA content, these properties enhanced only up to 16 wt. % 
(W4), and then decreased with its further increase. 

4-The free lime content of the blank (WO) increased up to 90 days, while those of the various cement pastes (W1-W5) increased only 
up to 3 days and then decreased as the hydration time proceeded up to 90 days, i.e. the free lime contents are becoming lower than 
those of the blank. 

5-The apparent porosity were declined and reduced with the replacing up to 16 wt. % WSA (W4), and then increased with further 
increase of more than 16 wt % WSA. 

6-Improving and enhancing of all properties of the cement could be achieved by the pozzolanic reactions leading to the reduction 
of Ca (OH)2 which is coming from the hydration of C3S and B—C2S phases of the cement, and by increasing the deposition sites of 
the hydration products. Moreover, the activating and filling effects of the active nanosilica of the WSA initiated and promoted these 
properties. 

7-The addition of 12 % GW (G4) to Portland cement could be applied without any adverse effects on the physical, chemical and 
mechanical properties of Portland cement. Therefore, it was selected to be the optimum batch. 

8-The incorporation of the Na-lignosulphonate admixture is the mean cause responsible for the modification of the hardened 
cement pastes. 

9-The DTA analysis proved that the free lime content was consumed by WSA, i.e. it acts as a pozzolanic and/or filler material. 

10-The SEM images showed that the presence of WSA with the cement phases reflected positively on the microstructure of the 
cement phases. 
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